Application No. 10/574,550 

Reply to Office Action of March 6, 2007 

TN THE SPECIFICATION 
Please replace paragraph [0071] on page 19 with the following original 
paragraph to correct the erroneous amendment to this paragraph in the preliminary 
amendment: 

Commercial products of alkylphenylethers or alkylphenylesters include Aqualon RN- 
10, RN-20, RN-30, and RN-50 manufactured by Dai-ichi Kogyo Seiyaku Co., Ltd. and 
Adeka Reasoap NE-10, NE-20, NE-30, and NE-40 manufactured by Asahi Denka Co., Ltd. 

Please amend paragraph [0171] beginning at page 49, as follows: 

1. Durability of coated film in hot water of bath tub 

Each panelist took a bath everyday (a total of thrice) during the course of the 
experiments, and the degree of deterioration was evaluated by comparison of the appearances 
of the coated film immediately after start and after the test, according to the following 
criteria. The degree of deterioration in the appearance of coated film was divided in five 
ranks by visual observation. This evaluation is aimed at integrally evaluating the degree of 
the damage on coated film and the separation thereof in hot water under a weakly alkaline 
environment that is encountered in daily life. 

5: No deterioration of coated film 

4: Very slight deterioration of coated film 

3: Slight deterioration of coated film 

2: Some deterioration of coated film 

1 : Significant deterioration of coated film 

2. Removal efficiency: 
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After the test, the degree of the efficiency in removing the coated film with cosmetic 
cotton impregnated with a remover of 90 wt % acetone and 10 wt % water was evaluated by 
each panelist according to the normal method. 

5: Very efficient 

4: More efficient (lowest standard needed for practical use) 

3: Efficient 

2: Less efficient 

1 : Not efficient 

3. Stability of glossiness 

The degree of deterioration in glossiness was determined in five ranks, by comparing 
the glossiness of the coated film immediately after start of testing and that after the test. 
5: Almost no deterioration in glossiness 
4: Slight deterioration in glossiness 
3: Some deterioration in glossiness 
2: Significant deterioration in glossiness 
1 : No glossiness 

4. Odor: 

The odor of each nail enamel composition was evaluated sensory in five ranks when 
the nail enamel composition is applied, according to the following criteria: 
5: No foul odor 

4: Very slight foul odor (lowest standard needed for practical use) 
3: Slight foul odor 
2: Some foul odor 

1 : Significant foul odor, prohibiting practical use 

5. Appearance reproducibility 
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The appearance reproducibility-^) was determined in five ranks by visual 
observation of the difference in color tone between the nail enamel composition before 
application and that after application. 

5: Almost no difference 

4: Very slight difference 

3: Slight difference 

2: Some difference 

1 : Significant difference 
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